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Amendments to the Claims: 

This listing of the claims will replace all prior versions and listings of claims in the 
application: 
Listing of Claims: 

1 (Currently Amended): A sebum absorbing paper used for applying to skin or for 
cleaning the skin, comprising: 

1 to 30 % by weight inorganic filler, said inorganic filler comprises 50 to 100 % by 
weight hydroxyapatite, wherein 

the paper has a basis weight of 5 to 25 g/m 2 and selectively capable of absorbing oxidized 
sebum from other types of sebum . 

2 (Previously Presented): A sebum absorbing paper according to Claim 1, wherein an 
average particle size of said inorganic filler is 0.5 to 8 jam. 

3 (Previously Presented): A sebum absorbing paper according to Claim 1 or 2, wherein 
said inorganic filler comprises 0.5 to 50 % by weight talc having the average particle size of 0.5 
to 8 jxm. 


WDC99 1 199768-1.050069.01 1 1 


2 


